AMENDMENT UNDER 37 C.F.R. §1.111 Attorney Docket No.: Q66805 

Appln.No.: 09/996,580 



IN THE CLAIMS: 



A 



Please enter the following amendments and/or additions: 



1. (currently amended) A vehicle-mounted magnetoresistive sensor element 
comprising plural plies of a magnetic layer and plural plies of a nonmagnetic layer, said 
magnetic layer and said nonmagnetic layer being alternately laminated with each other, said 
magnetic layer mainly containing Ni, Fe and Co, and said nonmagnetic layer mainly containing 
Cu, 

wherein said magnetic layer has a composition represented by the following formula: 

Ni(i. x . y) Fe y Co x 
where x and y satisfy the following conditions: 

x>0.7, y<0.3, and (l-x-y)<0.15; 
and said nonmagnetic layer has a composition represented by the following formula: 

Cu 2 A ( i. z) 

where A is an additional element other than Cu, and z>0.9; 

wherein the thickness tm (angstrom) of said magnetic layer and the thickness tn 
(angstrom) of said nonmagnetic layer satisfy the following conditions: 

10<tm<25, and 18<tn<25; 
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and wherein, when a guarante e d storage temperature of said magnetoresistive sensor 
element is T°C, the magnetoresistive sensor element has been previously subjected to heat 
treatment at a temperature equal to or higher than T°Ct; 

wherein said magnetoresistive sensor has a magnitude of a magnetic field of equal to or 
more than 100 Oersteds at a point where an integral of magnetoresistance ratio occupies 90% of 
a total magentoresi stance ratio in a magnetoresistance curve. 

2. (currently amended) A vehicle-mounted magnetoresistive sensor element 
according to claim 1, wherein when a unit comprising a laminate of one ply of said magnetic 
layer and one ply of said nonmagnetic layer is defined as a repeating constitutional unit, the 
number N of said repeating constitutional units in the magnetoresistive sensor element satisfies 
the following condition: 

10<N<40. 

3. (currently amended) A vehicle-mounted magnetoresistive sensor element 
according to claim 1, further comprising a substrate and a buffer layer, said buffer layer being 
sandwiched between said substrate and said magnetic layer or being sandwiched between said 
substrate and said nonmagnetic layer, wherein the thickness tb (angstrom) of said buffer layer 
satisfies the following condition: 

10<tb<80. 
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4. (original) A vehicle-mounted magnetoresistive sensor element according to claim 
1, wherein the heat treatment is performed at a temperature of equal to or higher than (T+50)°C. 

5. (original) A vehicle-mounted magnetoresistive sensor element according to claim 
4, wherein the heat treatment is performed at a temperature equal to or higher than 200°C and 
lower than or equal to 300°C. 



